^ Dkt. 2269/60093 



Application 
for 

United States Letters Patent 



To all whom it may concern: 



Be it known that. 



Sa,oru MIYAMOTO. SaU,sHi MOCHam. TomomSUZVK, and 

have invented certain new and useful improvements in 

TONER FOR USE W ELECTROFHOTOORAFHY. IMAGE FORMATION METHOD USING 
THE TONER. METHOD OF PRODUCING THE TONER. AND AFPARATUS FOR 

PRODUCING THE TONER 



qf which the following isafuU. dear and exaa description: 



tONER FOR USE IN ZLB&^PBOTOGR^ , IHAfiE FOFHI.TIOH 
METHOD USIKG THE TOHER, METHOD OF FBODOCl«G THE TOHER, 
AMD APPABATOS FOR PRODOCING THE TOKER 

The present invention relates to a toner for 
developing a latent electrostatic l^ge to a visible 
toner linage for use in an electrophotographic image, 
formation method, which may include an electrophoto- 
graphic full-color image formation method, co««>rising a 
first image transfer step of transferring a toner image • 
formed on a toner image bearing member from the toner - 
ieage bearing member to an intermediate image transfer 
member such as an intermediate image transfer belt, and a 
second image transfer step of transferring the toner 

i^ge from the intermediate image transfer member to an 

image transfer material- 

The pr.«« invTOtion also reUt« « «. .l.c«o- 

photo,r.pbic full-color 1-9. fon^ition method, using tb. 

toner. Tb. present invention .Iso relates to . .«tbod ot 

producln, «» toner, «ui apperetus for producing the 
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toner . 



There are conventionally known an image formation 
method using an intermediate image transfer method, and 
^r. apparatus therefor, in which a plurality of visible 
developed color images is successively formed on an image 
bearing member such as a photoconductor and is then 
transferred in a superimposed manner to an intermediate 
image transfer member which runs along an endless path, 
such as an endless-belt-shaped intermediate image 
transfer member, thereby performing a first image 
transfer, and the thus transferred images are then en 
bloc transferred to an image transfer material, thereby 
performing a second image transfer. 

The intermediate image transfer method is 
particularly used as an image transfer method of 
superimposing black, cyan, magenta and yellow toner 
images in a full-color image formation apparatus in which 
an original image is subjected to color separation, and 
is then reproduced, using a subtractive mixture of toners 
such as black, cyan, magenta and yellow toners. 

When the above-mentioned image formation method and 
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apparatus are used, it may occur that colored images with 
non-i^ge transferred spots, for instance, in the form of 
worm-eaten spots, are formed on a final image transfer 
material due to the occurrence of local non-image 
transfer in the course of the above-mentioned first and 
second image transfer steps. In order to prevent the 
formation of such abnormal images, it is important to 
i^rove the image transfer performance of the toner so as 
to avoid the non- image transfer. 

conventionally, various technologies concerning such 
toners have been proposed to improve the image transfer 
performance thereof. However, no satisfactory solution 

has yet been made. 

For instance, in connection with a shape coefficient 
of toner, there is proposed a toner provided with a shape 
coefficient SF-2 and a shape coefficient SP-2 in Japanese 
Laid-open Patent 2^pplication 61-279864. However, nothing 
is mentioned about the image transfer performance of the 
toner in this reference. Therefore, an image transfer 
performance of a toner described in an example described 
in this reference was investigated. The result was that 
its image transfer efficiency was insufficient for use in 
practice and the toner needs further improvement. 
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to cotmeetiion with the circularity of tonar 

,.rticl ~1 propo,ai. h.« ^ e„ -^e. For inst„=e, 

in J.P»e.e L.id-Op» Wt«.t Applictxon 10-097095. th«. 

i, propo,«i . toner defined by . retio of the ™»b«: of 

toner particles in relation with . temperature ren,e of 

„ endothar^c pea. ^ a level of the circularity of the 

toner particles. In the toner descrited in thia reference, 

.re act to be formed In the toner so 
howeirer, aggregates are apt to 

that the app.«r«i=. of Inage detects, such as the 
tcr,«tion Of non-i^ge transferred. spot, in a solid i»ag.. 
like the glow of fireflies in the dark, cannot be 
controlled when the level is such that toner P«M:i=1.3 
with a circularity of 0.98 or more are present in «. 
^unt of less than 30% in terms of the percentage of the 
number of the toner particles. 

in Jap^iese I.aid-op«. Patent wlioatlon 10-039531, 
there is proposed a toner defined by a relationship 
between a level of the circularity of toner particles and 
a ratio of the n«*er of toner particles, more 
specifically. With the ratio of the number of toner 
p«^lcles With a Circularity of 0.90 to less than 0.9. 
being 18. or less, to evaluation test of the toner with 
respect to the formation of «»-i-a,e transferred spots 
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in the form of worm-eaten spots indicat s that the 
inprovement of the toner on the prev ntion of th 
formation of non-image transferred spots was still 
insufficient for use in practice. In particular, an 
evaluation test of the toner, using an image formation 
apparatus provided with the above-mentioned intermediate 
image transfer member, indicates that no i«5,rovement 
effects were in fact observed on the quality of the toner. 

in Japanese Patent Publication No. 2862827, there is 
proposed a toner defined with a ratio of the number of 
toner particles and an average circularity of the toner 
particles in relation with a ratio of an average particle 
diameter of the toner particles and a level of the 
circularity of the toner particles, more specifically, a 
toner defined with the ratio of the number of the toner 
particles with a circularity of 0.85 or less as being 
3.0% or less. However, an evaluation test of the toner 
indicates that the range of the circularity defined in 
this reference is so broad that there is included in the 
defined range a toner which does not exhibit any 
iioprovement effects with respect to the formation of non- 
i^ge transferred spots in the form of worm-eaten spots. 
Furthermore, there is also proposed a definition of 
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a toner which is separated by a sieve, with att ntion 
being paid to a residual toner regaining on the mashes of 
the sieve **en the toner is sieved. Tor instance, in 
Japanese Laid-open Patent plication 4-204660, a toner 
is defined by providing an average volume diameter of 
toner particles, a variation coefficient of the 
distribution of the nuxober of toner particles, an amount 
of finely-divided particles of silica added, and a weight 
ratio of a residue of the toner remaining on the meshes 
of a ISO^mesh sieve when sieved by the sieve. An 
evaluation test of the toner indicates that the proposed 
toner exhibits some improvement on the prevetion of the 
formation of non-image transferred spots xn the form of 
the glow of fireflies in the darX, but no -improvement is 
Observed on the prevention of the formation of non-image 
transferred spots in the form of worm-eaten spots. 

It is therefore a first object of the present 
invention to provide a toner for developing a latent 
electrostatic image to a visible toner image from which 
the above-mentioned conventional shortcomings have been 
eliminated, and which is capable of producing high 
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quality toner images, without being affected by any toner 
dust, and free of local non-i.nage transferred spots, for 
instance, in the form of worm-eaten spots or in the form 
of the glow of fireflies in the dark, for use in an 
electrophotographic image formation method, which may 
include such a full-color electrophotographic iiaage 
tormal-ion method for forming a full-color image that 
comprises' (1) a first image transfer step of repeating a 
plurality of times the transfer of a toner image 
successively from a toner image bearing member to an 
intermediate image transfer member such as an 
intermediate image transfer belt so as to form a 
superimposed toner image, and (2) a second image transfer- 
step of transferring the super in^^osed toner image en bloc 
from the intermediate image transfer member to an image 

transfer material. 

A second object of the present invention is to 
provide an electrophotographic full-color image formation 

method. 

A third object of the present invention is to 

provide a method of producing the above-mentioned toner. 

A fourth object of the present invention is to 

provide an apparatus for producing the toner. 
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A fifth object of the present invention is to 
provide a rotary toner supply container for use in the 
apparatus for producing the toner. 

The first object of the present invention can be 
achieved by a toner comprising toner particles and a 
fluidity-imparting agent, the toner particles having an 
average circularity of 0.93 to 0.97, with a residue of 
the toner being in an a.;unt of 10 mg or less when 100 g 
of the toner is sieved with a SOO-mesh sieve, the toner 
being for use in an electrophotographic iiaage formation 
method using an intermediate image transfer method which 
comprises CI) a first image transfer step of transferring 
a toner image formed on a toner image bearing member from 
the toner image bearing member to an endless-shaped „ 
intermediate image transfer member so as to form a toner 
i^age thereon, and (2) a second image transfer step of 
transferring the toner image from the intermediate image 
transfer member to an image transfer material. 

The above toner may be any toner in a set of toners 
for use in a full-color electrophotography, which 
comprises at least a yellow toner, a magenta toner, and a 
cyan toner. 

It is preferable that the above toner exhibit a 
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Charge rise-up ratio Z of 70% or more, which is 
calculated from formula (1) i 

2(%) - (Q20/Q600) X 100 (D 

Wherein Q600 is a quantity of charge of the toner when 
the toner and a carrier are mixed anl stirred for XO 
minutes, with a concentration ratio of the toner in the 
mixture of the toner and the carrier being set at 5 wt.% 
or less at normal temperature and normal humidity, and 
Q20 is a quantity of charge of the toner when the toner 
is mixed with the carrier for 20 seconds under the same 
conditions as for the Q600. 

It is preferable that the fluidity-imparting ag«it 
for use in the above toner comprise hydrophobic silica 
particles and hydrophobic titanium oxide particles, and 
that the fluidity-imparting agent has an average particle 
diameter of 0.05 urn or less. 

Furthermore, it is preferable that the fluidity- 
in^arting agent for use in the toner comprise hydrophobic 
silica partiQles with an average particle diameter of 
0.05 ym or less in an amount of 0.3 to 1.5 wt.%, and 
^hydrophobic titanium oxide particles with an average 
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particle dl«»t.r o£ 0.05 «« or l.« in » ««.unt of 0.3 
to 1.5 wt.%. 

It is also preferable that the toner have a volume 
mean diameter of 9 \m or less. 

It is also preferable that the toner comprise toner 
particles with a particle size of 5 or less in an 
amount of 20% or less in terms of the percentage of the 
number of the toner particles contained therein- 

The second object of the present invention can be 
achieved by a full-color image formation method for 
forming full-color images, using any of the above- 
mentioned toners, in which full-color electrophotographic 
ixnage formation method, an intermediate image transfer 

method is used/ which comprises (1) a first image 

transfer step of repeating a plurality of times the 
transfer of a toner image formed on a toner image bearing 
member successively from the toner image bearing member 
to an endless-shaped intermediate iJnage transfer member 
so as to form a superimposed toner image, and (2) a 
second image transfer step of transferring the 
superimposed toner image en bloc from the intermediate 
image transfer member to an image transfer material. 

in the above-mentioned full-color image formation 
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method, it is pref rable that the intermediate uoage ^ 
transfer mentoer have a volume resistivity of 10' to 10» 
Q. cm and a coefficient of surface friction of 0.4 or less. 

Furthermore, in the above-mentioned full-color iiaage 
formation method, it is preferable that the toner image 
formed on the toner iioage bearing member be such a toner 
' i^ge that is formed by developing a latent electrpstatic 
i^ge formed on a photoconductor drum, using a reversal 
development method in which there is rotated a 
developm^t unit comprising a plurality of development 
devices and magnetic brushes therefor. 

in the above-mentioned full-color i»age formation 
method, the toner may be held in a rotary toner supply 
container free of any rotary agitator blade, a^^^ 
rotary toner supply container may be disposed in each of 
the development devices. 

The third Object of the present invention can be 
achieved by a method of producing the toner, which 
comprises the step of mixing a fluidity-imparting agent 
with a classified toner preparation material, using a 
rotary agitator blade mixer equipped with a rotary 
agitator blade, under the conditions which satisfy a 
formula: 
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so S (V • Tl /M S 200 
«H„.in V is . peripheral =peed Wsecl of tl.. rotary 
.,itator blade of th. rotary agitator blade mixer, I is a 
stirring ^ mixing time (sec), and M is a weigbt (Ic,. of 
the toner to be stirred and mixed. 

in the ,bove-««itioh«d method of producing the toner, 
(1, t!« classified toner prq.aration material may be 
obtai.»d by subjecting a toner preparation material to 
secondary pui™risin,, using a rotor type crusher 
comprising a fixed container serving a. «. «.temal wall 
s„d a rotor having the same rotary shaft « that for the 
fixed container, (2) the toner preparation material 
suhl.ct«l to the secondary pulverizing may be classified, 
using a pneumatic conveying classifier which is connect«l 
to the rotor type crusher, and (3) the pulverized and 
classified toner pr«.aration material may be circulated 
through the rotor type crusher «.d the pneumatic 
conveying classifier. 

Furthermore, in the above-mentioned method of 
producing the toner, the toner preparation material may 
be subjected to priinary pulverizing, using a jet crusher 
comprising a detector, and compressed air, prior to the 
secondary pulverizing. 
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The Jourth object of O.. Pr.»»t ln«ntt«. can b. 
,=^.v«. by »x «par«u, for producln, the toner, 
comprlslxi9* 

..J^.^^- type crusher conprising a fixed container 
serving as an external wall and a rotor having the saioe 
rotary shaft as that for the fixed container, and 

a pneumatic conveying classifier which is connected 
to the rotor type crusher, through the rotor type crusher 
and the pneuniatic conveying classifier, a classified 
toner preparation material being circulated. 

The fifth object of the present invention can be 
achieved by a rotary toner supply container free of any 
rotary agitator blade, in which the above-mentioned toner 

is held. 

A more complete appreciation of the invention and 
^„y of the attendant advantages thereof will be" readily 
Obtained as the same becomes better understood by 
reference to the following detailed description when 
considered in connection with the accompanying drawings, 
wherein: 
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FIG. 1 is an electron microscopic photograph of the 
toner of the present invention with a magnification of 
500 times. 

FIG. 2A is electron aicroscople photoflraph with a 
„,„l£l=atlon of 200 ti«5 ot the residua of the toner of 
the preaant inv«.txon after the tonar -aa sieved with the 

500-mesh sieve- 

FIG. 2B la an electron nicroacopie photosraph with . 
^^Iflcatlon of SOO tl«e. of the reaidue of the toner of 
0.e present inv«>tion after the toner was sieved with the 

500-mesli sieve. 

FIG. 2C is an electron microscopic photograph with a 

magnification of 1500 times of the toner in the 
aggregated State. 7 

FIG. 3A is a schematic cross-sectional view of a 
rotary agitator blade mixer fo^ use in the present 
invention • 

FIG. 3B is a schematic plan view of the rotary 
agitator blade mixer shown in FIG. 3A. 

FIG. 4 is a schematic cross-sectional view of the 
rotor type crusher for use in the present invention. 

FIG. 5 is a schematxc cross-sectional view of an 
example of an image formation apparatus of the present 
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invention, by which the image fon^tion method of the 
present invention can be carried out, using the toner of 
the present invention. 

A method of producing the toner of the present 
invention will now be explained. 

It is conventionally considered that image defects 
such as the formation of non-image transferred spots in 
the form of the glow of fireflies in the dark are caused 
by the presence of foreign materials such as aggregated 
toner particles or coarse particles in the toner. However 
no solution has been discovered to the problem of the 
formation of such image defects. It may be considered 
that this problem can be solved by simply increasing the 
ct.atent of a fluidity- imparting agent in the toner. 
However, this will merely cause the abrasion of the 
surface of a photoconductor drum. 

The inventors of the present invention have 
investigated factors that form aggregates in the toner 
which contains the fluidity-imparting agent. 

The toner which contains the fluidity-imparting 
agent is produced by the steps of (D kneading main 
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con^onents of the zoner such as a coloring agent and a 
resin, (2) crushing the taeaded mixture to produce a 
roughly crushed toner preparation material for producing 
the toner, (3) subjecting the roughly crushed toner 
preparation material to primary pulverizing to produce a 
pulverized toner preparation material, (4) subjecting the 
pulverized toner preparation material to secondary 
pulverizing and classifying the secondary pulverized 
material to produce a classified toner preparation 
^terial, and (5) adding the fluidity- imparting agent to 
the classified toner preparation material and nixing the 
mixture to produce the toner which contains the fluidity- 

imparting agent- 

Generally after the step (5) of adding the fluidity- 
imparting agent to the classified toner preparation 
material and mixing the mixture, there is taken a step of 
removing aggregated toner particles and/or coarse 
particles from the toner, using a sieve. The inventors of 
the present invention investigated the mechanism of this 
step in detail and discovered that in this step, coarse 
particles with a diameter larger than each opening of the 
meshes of the sieve can be in fact removed, and the 
aggregated toner particles are caused to collapse in the 
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course of this step and pass through the meshes of the 
sieve, but again aggregate to form aggregated toner 
particles after they have passed through the sieve. The 
result is that such aggregated toner particles cannot be 
re::oved from the toner even when the toner is caused to 
pass through the sieve- 

The inventors of the present invention have also 
discovered that the circularity of toner particles has a 
Close relationship with the formation of the aggregated 
toner particles. More specifically, the greater the 
circularity of the toner particles, the more easily the 
aggregated toner particles tend to be formed. The 
invention of the present invention is based on this 
discovery. 

More specifically, the toner of the present 
invention comprises toner particles and a fluidity- 
imparting agent, and the toner particles have an average 
circularity of 0.93 to 0.97. A residue of the toner is in 
an amount of 10 mg or less when 100 g of the toner is 
sieved with a 500-mesh sieve. 

The above toner of the present invention is 
particularly ef fecrive in preventing local lii«»roper image 
transfer such as non-image transfer with the formation of 
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non-image transferred spots in the form of worm-eaten 
spots and/or in the form of the glow of fireflies in the 
dark. When used in the image formation method using the 
intermediate image transfer method- The toner of the 
present invention c.a also be eB?.loyed in other image 

formation metliods- 

in the present invention, the circularity of toner 
particles is measured, using a commercially available 
Flow Particle Image ^alyzer (Trademark 'FPIA-IOOO^ made 
by Toa Medical Electronics Co., Ltd.), and the 
circularity of toner particles in the residue which 
remains on the meshes of the sieve after th^ sieving of 
the toner is measured by dispersing the residue in a 
commercially available surfactant (Trademark -Drywell" 
made by Fuji Photo Film Co., Ltd.) which is diluted wxth 

distilled water. 

The residue of the toner which renins on the meshes 
of the sieve is collected, using an ultrasonic vibration 
sieve (Trademark 'VIBRO SEPARATOR WITH ULTRASONICS TMR- 
50-lS Type' made by Tokuju Kosakusho Co., Ltd.), provided 
with a 500-mesh screen (the opening diameter: 25 pm, the 
thickness of wire: 25 pm, and the material: SUS316), with 
vibrations with a frequency of 36 kHz. The residue 
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contains the above-mentioned aggregated toner particles 

and coarse particles. 

The method of producing the toner of the present 
invention is not limited to a particular method- However, 
the inventors of the present invention have discovered 
that when a rotary agitator blade mixer is used in the 
above-mentioned step (5) of adding the fluidity^ imparting 
agent to the classified toner preparation material and 
mixing the mixture to produce the toner which contains 
the fluidity-imparting agent, and too high a stress is 
applied to the mixture, a surface of the toner particles 
is fused by the heat generated within the mixer, so that - 
a spherical-partide-formation phenomenon that, the toner 
particles are made spherical in shape takes place or the 
fluidity-imparting agent is embedded in the toner 
particles. In particilar, in the case of color toners, a 
color tone is reproduced by superimposing primary colors 
of yellow, magenta and cyan, so that toners with a 
relatively low softening point, containing therein a 
large quantity of low^molecular-weight resin components, 
are in general use. When such icw-molecular-weight resin 
components are used in the toner, the above-mentioned 
spherical-particle-formation phenomenon conspicuously 
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occurs within the mixer, so that the circularity of the 
toner particles is increased. 

Based on the above discovery by the inventors of the 
present invention, the inventors of the present invention 
have discovered that the following conditions under whicn 
the circularity of toner particles can be appropriately 
adjusted when the fluidity-imparting agent is added to 
and mixed with the classified toner preparation material, 
using the rotary agitator blade mixer equipped with a 
rotary agitator blade: 

50 (V • T)/M ^ 200 
wherein V is a peripheral speed (m/sec) of the rotary 
agitator blade of the rotary agitator blade mixer, T is a 
stirring time (sec), and M is a weight (kg) of the toner 
to be stirred and mixed. 

In other words, when the above conditions are 
satisfied, the above-mentioned spherical-particle- 
formation phenomenon can be appropriately adjusted even 
if the fluidity-inparting agent is mixed with tixe 
classified toner preparation material, so that the toner 
having an appropriate circularity, without causing the 
embedding of the fluidity-ia5>arting agent to the toner 

particles, can be effectively pr duced. 
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in the case where the stress applied to the toner is 
excessive when the fluidity- inparting agent is mixed in 
the rotary agitator blade mixer, that is, in the case 
where (V - T)/M > 200, the circularity of the toner 
particles thereof is non-uniform, and when the toner is 
sieved using a 500-mesh sieve, there is found a great 
difference in level between the circularity of the 
residual toner which remains on the meshes of the sieve 
and the circularity of the toner which passes through the 
meshes of the sieve, with the residual toner which 
remains on the meshes of the sieve having much higher 
circularity than that of the toner which' passes through 

the meshes of the sieve. 

FIG. 1 is an electron microscopic photograph of the 
toner of the present invention with a magnification of 
500 times. FIG. 2A is an electron microscopic photograph 
with a magnification of 200 times of the residue of the 
toner of the present invention after the toner was sieved 
with the 500-mesh sieve, and FIG. 2B is an electron 
microscopic photograph with a magnification of 500 times 
of the residue of the toner of the present invention 
after the toner was sieved with the 500-mesh sieve, these 
showing that the residue is in an aggregated state. FIG. 
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2C is an electron microscopic photograph with a 
magnification of 1500 times of the toner in the 
aggregated state, showing that the toner particles in the 
aggregated state are more spherical than the toner 
paitides of the toner of the present invention. 

In the case of (V - T)/M < 50, that is, in the case 
where the stress applied to the toner is insufficient 
when the fluidity-imparting agent is laixed in the rotary 
agitator blade mixer, the fluidity-imparting agent is not 
uniformly mixed with the classified toner preparation 
material, so that the toner with the desired fluidity 
cannot be obtained, furthermore, when this toner is 
sieved with the 500-mesh sieve, coarse particles of the 
fluidity-imparting agent and finely-divided toner 
particles without the deposition of the fluidity- 
i^arting agent thereon are apt to remain in the toner,, 
causing the image defects such as the non-image 
transferred spots in the form of the glow of fireflies in 
the dark and/or in the form of wom-eaten spots. 

FIG. 3A and FIG. 3B show the rotary agitator blade 
mixer. FIG. 3A is a schematic cross-sectional view of the 
rotary agitator blade mixer, and FIG. 3« is a schematic 
plan vi w of the rotary agitator blade mixer when viewed 
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from above * top thereof. The rotary agitator blade mixer 
is generally in a cylindrical shape and has a capacity of 
about 40 to 1000 liters- In a test conducted, a rotary 
agitator blade mixer with a capacity of about 200 liters 
was eniployed. la FiGS. 3A and 3B, reference numeral 1 
indicates a wall of the mixer; reference numeral 2. an 
inlet through which a material to be mixed is placed in 
the mixer therethrough; reference numerals 3 and 4, a 
rotary agitator blade; reference numeral S, a detector 
against which powder is caused to strike; and reference 
numeral 6, an outlet through which a product is 
discharged from the mixer. 

The classified toner preparation material and the 
fluidity-ii.?>arting agent are successively placed in the 
mixer through the inlet 2. and are mixed by the rotary 
blades 3 and 4 which rotate at 700 to 1000 rpm, and are 
caused to strike against the detector 5 and the wall 1, 
whereby the fluidity-iJaparting agent is deposited on the 
surface of finely-divided particles of the classified 
coner preparation material. The revolution is adjusted in 
such a manner that the fluidity- imparting agent is not 
embedded in the particles of the classified toner 
preparation material, and that the particles do not 
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become spherical in their entirety, whereby the toner of 
the present invention is prepared and discharged from the 
mixer through the outlet 6. 

The inventors of the present invention have studied 
an apparatus for use in the step (4) ubjecting the 
pulverized material to secondary pulverizing and 
classifying the secondary pulverized material to produce 
the classified toner preparation material, and 
constructed a rotor type crusher which comprises as main 
members a fixed container serving as an external wall and 
a rotor having the same rotary shaft as that for the 
fixed container, with such a mechanism that the rotor 
type crusher is connected to a pneumatic conveying 
classifier. In this mechanism, the toner preparation 
material subjected to primary pulverizing in the rotor 
type crusher is darsified by the pneumatic conveying 
classifier, and the toner preparation material subjected 
to primary pulverizing is then circulated through the 
rotor type crusher and the pneumatic conveying classifier. 
Whereby there can- be obtained a secondary pulverized and 
classified toner preparation material, not only with the 
desired particle diameter, but also with the desired 
circularity by adjusting the circulation time. 
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•me secondary pulverized and classified toner 
preparation aaterial thus obtained is nioved onto the 
above-mentioned step (5), whereby the toner of the 
present invention capable of producing high quality toner 
iaiages free of the above-mentioned image defects such ar. 
the formation of non-image transferred spots can be 
obtained. 

FIG. 4 is a schematic cross-sectional view of the 
rotor type crusher which is to be connected to the 
pneumatic conveying classifier. The rotor type crusher is 
cylinder-shaped. In FIG. 4, reference numeral 11 
indicates a rotor; reference numeral 12, a stator Which 
supports and surrounds the rotor 11; reference numeral 13, 
a motor; reference numeral 14, an inlet for placing the 
toner preparation material in the crusher; and reference 
nv^eral IS, an outlet for discharging crushed toner 
preparation material from the crusher. The inlet 14 and 
the outlet 15 are connected to the pneumatic conveying • 
classifier. The rotor 11 revolves at 1500 to 1600 rpm. 
The revolution of the rotor 11 generates a gyratory flow 
of air between grooves formed at an outer wall of the 
rotor 11 and grooves formed at an inner wall of the 

stator 12, and the toner preparation material is 
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subjected to secondary pulverizing by the gyratory flow 
of air. 

out of the toner preparation material which has been 
subjected to the secondary pulverizing by the rotor 11, 
and has then passed through the pneumatic conveying 
classifier, the toner particles having the desired 
particle diameter and the shape are taken out as the 
toner particles to be mixed with the fluidity- i^arting 
agent in the next step. However, the toner particles 
which do not have the desired particle diameter, for 
instance, having a larger particle size than the desired 
particle size, are again placed in the crusher through 
the inlet 14. Thus, the toner preparation material to be 
placed in the crusher through the inlet 14 includes the 
toner preparation material subjected to the primary 
pulverizing obtained in the step (3) and the above- 
mentioned toner particles which do not have the desired 

particle diameter. 

The toner for use in electrophotography of the 
present invention and the preparation method thereof will 
now be explained in detail - 

The toner preparation material comprises a binder 
resin, a coloring agent, a release agent, and a charge 
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control agents 

Any binder resins used in the conventional toners 

are usable. 

specific exaH?,les of such a binder resin for use in 
tl^ present invention include homopolymers of styrene or 
substituted styrenes such as polystyrene, polychloro- 
styrene, and polyvinyltoluene; styrene-based copolymers 
such as styrene - p-chlorostyrene copolymer, styrene - 
propylene copolymer, styrene - vinyltoluene copolymer, 
styrene - vinylnaphthalene copolymer, styrene - methyl 
acrylate copolymer, styrene - ethyl acrylate copolymer, 
styrene - butyl acrylate copolymer, styrene - octyl 
acrylate copolymer, styrene - methyl methacrylate 
copolymer, styrene - ethyl methacrylate copolymer, 
styrene - butyl methacrylate copolymer, styrene - methyl 
a-chloromethacrylate copolymer, styrene - acrylonitrlle 
copolymer, styrene - vinylethyl ether copolymer, styren. 
- vinylmethyl ketone copolymer, styrene- butadiene 
copolymer, styrene - isoprene copolymer, styrene - 
acrylonitrile - xndene copolymer, styrene - maleic acid 
copolymer, and styrene - maleic acid ester copolymer; and 
polytmethyl methacrylate), poly(butyl methacrylate), 
polyvinyl chloride, polyvinyl^ acetate, polyethylene. 



polypropylene, polyester, polyvinylbutyl butyral, 
polyacrylic resin, rosin, i«odified rosin, terpene resin, 
phenolic resin, aliphatic hydrocarbon resin, alicyclic 
hydrocarbon resin, aromatic petroleum resin, chlorinated 
paraffin, and paraff-h w^x. These binder resins can be 
used alone or in combination. 

Any dyes and pigments capable of producing a yellow 
toner, a magenta toner, a cyan toner or a blade toner can 
be used as the coloring agents in the present invention. 
There can be employed any dyes and pigments for use in 
the conventional toners. 

specific examples of the coloring agents for use in 
the present invention include nigrosine dyes, aniline 
blue, Chalco Oil Blue, Du Pont Oil Red, Quinoline yellow, 
methylene blue chloride, phthalocyanine blue, 
phthalocyanine green, Hansa Yellow G, Rhodamine 6G Lake, 
Chrome yellow, quinacridone. Benzidine Yellow, Malachite 
Green, Malachite Green Hexalate, Rose Bengale, monoazo 
pigments, disazo pigments and trisazo pigments. 

It is preferable that the amount of such a coloring 
agent be in the range of 1 to 30 wt.%, more preferably in 
the range of 3 to 20 wt.%, of the entire weight of the 
binder resin. 
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Both a positive charge control agent and a negative 
Charge control agent are usable as the charge control 
agent for use in the toner of the present invention. For 
the preparation of a color toner, it is preferable to 
employ a transparent or white charge . oatrol agent, in 
order that the color of the color toner be not l^aired 
by the addition of the charge control agent thereto. 

specific examples of the positive charge control 
agent are quaternary ammonium salts, and xiaidazole metal 
complexes and salts thereof; and specific examples of the 
negative charge control agent are salicylic acid metal 
complexes and salts thereof, organic boron salts, and 
calixarene compounds. 

in order to impart the release properties to the 
toner of the present invention, there , can be employed a 

release agent. 

specific examples of the release agent for use in 
the present invention include synthetic waxes sucdx as low 
molecular weight polyethylene and polypropylene ; 
vegetable waxes such as candeliHa wax, camauba wax, 
rice wax, Japan wax and jojoba oil; animal waxes such as 
bees wax, lanolin, and spermaceti; mineral waxes such as 
montan wax and ozocerite; and fats and oils such as 
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hardened castor oil, hydroxystearic acid, fatty acid 
amides, and phenolic fatty acid ester. Those can be used 
alone or in combination. 

The toner according to the present invention may 
further comprise an assistant such as a plasticizer ano a 
resistivity controlling agent, when necessary, for the 
purpose of controlling the thermal properties, electrical 
characteristics and physical properties of the toner. 
Examples of. the plasticizer are dibutyl phthalate 

and dioctyl phthalate. 

Exainples of the resistivity controlling agent are 
tin oxide, lead oxide, and antimony oxide. 

Furthermore, the toner of the present invention 
comprises a fluidity-imparting agent- 

specific examples of the fluidity-imparting agent 
foe use in the present invention include finely-divided 
particles of silica, titanium oxide, aluminum oxide, 
magnesium fluoride, silicon carbide, boron carbide, 
titanium carbide, zirconium carbide, boron nitride, 
titanium nitride, zirconium nitride, magnetite, 
molybdenum disulfide, aluminum stearate, magnesium 
stearate, zinc stearate, fluoroplastic and acrylic resin. 
These fluidity-imparting agents may be used alone or in 
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combination- 

It is preferable that primary particles of the 
£luidity-ii.?»arting agent have a particle size of 0.1 p» 
or less, in addition, with respect to the fluidity- 
in^arting agent, the surfaces of finely-divided particle, 
be treated to become hydrophobic using a silane coupling 
agent and a silicone oil so as to have a hydrophobic 
degree of 40 or more. 

in particular, it is preferable that the fluidity- 
i^arting agent coi^rise hydrophobic silica particles and 
hydrophobic titanium oxide particles, in this case, it is 
preferable that the fluidity- imparting agent have an 
average particle diameter of 0.05 urn or less. When such a 
fluidity-imparting agent is mixed and stirred with the 
toner preparation material, the electrostatic force and 
the van der Haals force between the particles of the 
above-mentioned fluidity-imparting agent and the toner 
preparation material are extremely improved. Therefore, 
the fluidity-imparting agent can be prevented from 
falling off the particles of the toner preparation 
H^terial while the toner is stirred in the development 
device to obtain a desired charge quantity. Accordingly, 
high quality toner images can be obtained free of the 
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fonaation of non-image transferred spots in the form of 
the glow of fireflies in the dark, and in addition, the 
a«,unt of toner remaining on the toner image bearing 
member after image transfer step can be reduced- 

/ The titanium oxide particles are superior in terms 
of the environmental stability and the stability of the 
image density of obtained toner images, while inferior in 
terms of the charge rise-up properties. Therefore, it is 
considered that the charge rise-up properties of toner 
become poor when the amount of the titanium oxide 
particles is more than that of the silica particles. 

When the fluidity-imparting agent comprises the 
hydrophobic silica particles in an amount of 0.3 to l.S 
wt.%, and the hydrophobic titanium oxide particles in an 
amount of 0.3 to 1.5 wt.%, the charge rise-up properties 
are not seriously impaired. In addition, desired charge 
rise-up properties of toner can be obtained by conducting 
the proper sphericity adjustment treatment. Namely, the 
iaage quality of the obtained toner images is stable even 
after repeated copying operations, and scattering of 
toner particles from the development device can be 
effectively prevented. 

It is preferable that the toner of the present 
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invention have a charge ris.-up ratio (2) of 70% or more, 
the charge rise-up ratio being calculated from fornuila 

(1) : 

Z(%) = (Q20/Q6. 0) X 100 

wherein Q600 is a charge quantity of toner when the toner 
and a carrier are mixed and stirred at normal temperature 
and normal humidity for 10 minutes, with a concentration 
ratio of the toner in the mixture of the toner and the 
carrier being set at 5 «t.% or less, and Q20 is a charge 
quantity of toner when^the toner is stirred and mixed 
with the carrier under the same conditions as mentioned 

above for 20 seconds. 

When the charge rise-up ratio of the toner is 70% or 
more, the image transfer efficiency cpn be remarkably 
iBiproved. The charge quantity of developer, the fluidity 
of toner, the electric resistivity of toner, and the 
shape of toner particles are the factors that affect the 
image transfer efficiency. In particular, the charge 
quantity, the fluidity, and the shape of toner particles 

become the key factors. 

Since the toner of th pres nt invention has 
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excellent charge rise-up properties, the toner can 
readily exert electrostatic force and the Van der Waals 
force on the carrier and the blade, so that a desired 
charge quantity of toner can be obtained in a short time. 
This makes it possible to efficiently ,::arry out the 
development step and the image transfer step, and prevent 
the scattering of toner particles from the development 
device - 

It is desirable that the toner of the present 
invention have a volume mean diameter of 9 pm or less. In 
light of the improvement of resolution of the toner image, 
it is essential to decrease the particle size of toner 
particles. However, in general, the reduction of the 
particle size of toner particles has an adverse effect on 
the deterioration of fluidity and preservation stability- 
According to the present Invention, even though the 
volume mean diameter of the toner particles is 9 im or 
less, the fluidity and the preservation stability of the 
toner can be maintained at a satisfactory level and the 
resolution can be improved to produce hi^ quality toner 
images by mixing the previously mentioned fluidity- 
imparting agent with the toner preparation material and 
employing th sphericity adjustment treatment using th 
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rotary crusher. In this case, the average circularity of 
toner is required to be controlled to 0.93 to 0.97 

It is preferable that the toner conqpriae finely- 
divided particles with a particle size of 5 urn or less in 
an aBOunt of 20% or less in terms of the percentage of 
the nufflber of the toner particles contained therein. By 
such control of the content of finely-divided particles, 
the characteristics of toner, such as the fluidity and 
the preservation stability, can be remarkably i:=proved, 
and the toner replenishment performance in the 
development device and the charge rise-up properties of 
toner can maintain a high level- 

The particle diameter distribution of the toner of 
the present invention is measured by Coulter counter 
method, although there are other different kinds of 
mr:Chods. The measurement was carried out using a 
commercially available measuring apparatus (Trademark 
•coulter counter TA II', made by Coulter Electronics 
Ltd.). A 1% aqueous solution of sodium chloride is used 
as an electrolyte and the aperture may be adjusted to 100 



yni. 



The method of producing the toner according to the 
present invention will now be explained in detail. 
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For instance, a binder resin, a coloring agent and a 
Charge control agent, optionally in combination with a 
release agent, in an appropriate mixing ratio, are 
sufficiently blended in a mixer such as a Henschel mixer 
or a ball mill, and thereafter the mixture is fused and 
kneaded, using a screw extruder type continuous kneader, 
a two-roll mill, a three-roll mill, or a pressure and 
heat application kneader. 

The thus kneaded mixture is cooled and solidified, 
and then roughly ground in a mill such as a hammer mill, 
whereby a roughly ground toner preparation material is 
obtained: For the preparation of a color toner, a master 
batch is generally used as a coloring agent, which is 
prepared by fusing and kneading a pigment and part of a 
binder resin in advance to improve the dispersion 
properties of the pigment in the binder resin. 

Next, the roughly ground toner preparation material 
is then pulverized, using a jet mill, and then subjectd 
to surface treatment, using a rotor type crusher 
connected to a pneumatic conveying classifier. As a 
detector type crusher, there can be used, for example, a 
hammer mill, a ball mill, a tube mill and an oscillating 
mill. 
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AS the jet mill provided with compressed air and a 
detector as the loain coaponants thereof, commercially 
available jet mills under the trademark of *Super Sonic 
Jet Mill I-Type- or 'Super Sonic Jet Mill lOS-Type-, made 
by NipT'on Pneumatic Mfg. Co., Ltd., are preferably 
employed. 

AS the rotor type crusher, there can be employed, 

/ , mill a Din mill, and a fluidized bed 

for example, a roll mill, a pin hu.j.j., 

jet mill- A rotor type crusher con^^rising as the main 
members a fixed container serving as an external wall and 
a rotor having the same rotary shaft as that for the 
fixed container is particularly preferably employed. As 
this kind of rotor type crusher, there can be employed 
commercially available crushers «Turbo Mill' (Trademark), 
^de by Turbo Kogyo Co., Ltd.; -Kryptron" (Trademark), 
»«de by Kawasaki Heavy Industries, Ltd.; and 'Fine Mill' 

(Trademark), made by Nippon Pneumatic Mfg. Co., Ltd. 
AS mentioned above, in the present invention, an 

apparatus with a special structure in which the rotor 
' type crusher is connected to a pneumatic conveying 

classifier is proposed as being particularly effective 

for producing the toner of the present invention. 

AS the classifier to be connected to the above- 
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nientioned rotor type crusher, conveationally kno«n 
pneumatic conveying classifiers and mechanical 
classifiers can be employed. In the method of producing 
the toner according to the present invention, it is 
preferable to use a pneuiuatic conveying classifier. 

AS the pneumatic conveying classifiers, -Dispersion 
separator DS-Type" (Trademark) , made by Nippon Pneumatic 
Mfg. CO., Ltd., and 'Elbowjet- (Trademark), made by 
Nittetsu Mining Co., Ltd., which is a multi-segment type 
Classifier, are commercially available. For use in the 
present invention, the former is particularly preferable. 

The reasons Why it is preferable to use the 
pneumatic conveying classifier in the present invention 
are that the mechanical classifier is inferior to the 
pneumatic conveying classifier in terms of classifying 
accuracy, and is difficult to perform particle size 
adjustment when classifying conditions are changed 
because the mechanical classifier has less choices in the 
particle size adjustment modes than those selected by the 
pneumatic conveying classifier. Furthermore, the 
mechanical classifier is more difficult in the 
maintenance thereof in the course of switching the 
classification conditions than the pneumatic conveying 
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classifier. 

When the above-mentioned nulti-segment type 
classifier such as -Blbowjet" (Trademark), using the 
Coanda effect, is compared with the pnemoatic conveying 
classifier. 'Dispersion separator DS-Type' (Trademark), 
the multi-segment type classifier is disadvantageous in 
classifying accuracy because the particles cannot be 
sufficiently dispersed, in particular, when the particles 
comprises a release agent. 

Furthermore, when the fluidity-imparting agent is 
added to the finely-divided particles of the classified 
toner preparation material obtained by" the above- 
mentioned pulverizing and classifying method, the 
conventional mixers, such as a commercially available 
Henschel mixer (made by Mitsui Mining Co., Ltd.), a super 
mixer (made by Kawata Mfg. Co., Ltd.), and a ball mill 
can be used« 

one of the factors to control the circularity of the 
toner particles is the residence time of the toner 
preparation material in the rotor type crusher. For 
instance, when there is employed the rotor type crusher 
'Kryptron- (Trademark), made by Kawasaki Heavy Industries. 
Ltd., which is not provided with any classifier, the 

- 39 - 



• 



crushed particles are sent to the next step without 
staying in the rotor type crusher. The shape of the 
particles crushed by this rotor type crusher does not 
change at all when compared with the shape of the 
particles crushed by the jet crusher. The levels of the 
fluidity and the aggregation degree of toner particles 
are scarcely improved when the rotor type crusher without 
a classifier is employed. In this case, therefore, the 
effect of improving the image quality is unsatisfactory. 

On the other hand, when the residence time of the 
toner preparation material in the rotor type crusher is 
too long, in other words, when the amount of particles 
returned back to the crusher from the classifier is 
increased, the toner particles tend to become spherical 
in shape. However, when the sphericity of the toner 
particles is excessive, the toner particles tend to 
aggregate readily, causing the formation of defective 
images . 

The method for producing the toner of the present 
invention is apparently distinguishable from the 
conventional method disclosed in Japanese Patent 
Publication 8-20762 that is capable of performing the 
surface modification in a short time. The preuaatic 
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conveying classifier is essential in an apparatus for 
producing a toner according to the present invention, and 
the classified toner preparation material is circulated 
through the rotor type crusher and the pneumatic 
conveying classifier to control the residence time in the 
rotor type crusher. Thus, a desired average circularity 
of toner particles can be obtained. 

The intermediate image transfer member for use with 
the full-color image formation method of the present 
invention will now be explained in detail. 

To more effectively prevent incomplete image 
transfer due to the formation of non-image transferred 
spots in the form of worm-eaten like spots and the 
formation of non-image, transferred spots in the form of 
the glow of fireflies in the dark, and defective image 
reproduction due to the occurrence of toner deposition on 
the background, it is preferable that the intermediate 
image transfer member have a volume resistivity of lO* to 
10" Q-cm, and a coefficient of surface friction of 0.4 or 
less. 

When the above-mentioned coefficient of surface 

friction exceeds 0.4, the release properties of the 

intermediate imag transfer member are degraded, so that 
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worm-eaten like spots tend to be easily formed in the 
transferred image. Further, the frictional load caused by 
a cleaning blade increases, thereby causing defective 
cleaning performance. To obtain the intermediate image 
transfer member with the above-mentioned coefficient of 
surface friction, it is preferable to employ a material 
with such friction properties for the preparation of the 
intermediate image transfer member, or to control the 
friction properties of the intermediate image transfer 
member by the addition of an additive. 

When the volume resistivity of the intermediate 
image transfer member is less than the above-mentioned 
range, a transfer bias readily causes electrical 
discharge at the contact portion between the 
photoconductor and the intermediate image transfer zoember. 
Such electrical discharge will disturb the image 
formation. On the other hand, when the volume resistivity 
becomes greater than the aforementioned range, image 
transfer will not be achieved unless the transfer bias is 
abnormally increased. In addition, since the electric 
charge is apt to remain and accumulate in the 
intermediate image transfer member, there is a risk of 
ghost images appearing on an image transfer material, 
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To Obtain the previously mentioned volume 
resistivity of the intermediate image transfer member, an 
inorganic or organic electroconductive material may be 
added to a resin material constituting the intermediate 

image, transfer member. 

The volume resistivity of the intermediate image 
transfer member is measured by use of a commercially 
available measuring apparatus 'HIBESTA-UP" (Trademark), 
made by DIA Instruments Co., Ltd.; and the coefficient of 
surface friction thereof, by use of a commercially 
available friction abrasion analyser 'DrPM-SS" 
(Trademark)/made by Kyowa interface science CO., Ltd. 

It is preferable that the surface portion of the 
intermediate image transfer member comprise a fluorine- 
containing resin. 

Examples of the fluorine-containing resin for use in 
the intermediate image transfer member are polyvinylidene 
fluoride (PVdF) , polytetrafluoroetbylene (PTFE), 
tetrafluoroethylene - ethylene copolymer (ETFE) , 
polychlorotrif luoroethylene (PCTFE) , tetrafluoroethylene 
- hexafluoropropylene copolymer (FEP) , and 
tetrafluoroethylene - hexafluoropropylene - vinylidene 
fluoride copolymer (THV) . 
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Of these fXuorine-containing resins, PVdF and THV 
are particularly preferable in terms of moldability. To 
satisfactorily achieve the full-color image formation 
process of the present invention using the intermediate 
image transfer member, the intermediate i^iage transfer 
member may have a coefficient of surface friction of 0.4 
or less, as previously described. To obtain such a 
coefficient of surface friction,- a material with the 
above-mentioned coefficient of surface friction may be 
employed, or an additive may be contained in the material 
for use in the intermediate image transfer member to 
control the coefficient of surface friction. 

Specific examples of the additive for controlling 
the coefficient of surface friction of the intermediate 
image transfer member are silicon- or fluorine-containing 
low molecular weight additives such as a silicone oil and 
a fluorochemical surfactant; powders of silicone resin 
and fluoroplastics; inorganic solid lubricants such as 
mica, graphite, and molybdenum disulfide; and a variety 
of waxes including natural waxes such as montan wax, 
camauba wax and hardened castor oil, synthetic waxes 
such as fatty ester, triglyceride of fatty acid, fatty 
alcohol, fatty monoamide, and fatty bisamide, and 
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polyolefin waxes such as polyethylene wax and 
polypropylene wax- 

As previously mentioned, to obtain a desired volume 
resistivity of the intermediate image transfer member, 
inorganic or organic electroconductive material* may be 
added to the resin material. 

in this case, conventional inorganic 
electroconductive materials are usable. For example, 
carbon black, graphite, carbon fibers, metal powder, 
metallic oxide powder, and electroconductive whisker can 
be added for adjusting the volume resistivity. 

AS the organic electroconductive materials, there 
can be employed polyethylene oxide, polypyrrole, and 
quaternary ammonium salts. 

Those inorganic or organic electroconductive 
mat erials may be used alone or in combination. The amount 
of electroconductive material may be controlled to obtain 
a predetermined volume resistivity. 

Hhen the color toners obtained by the method of the 
present invention are set in an electrophotographic 
apparatus capable of achieving full-color image formation 
by developing a latent electrostatic image formed on a 
photoconductor drum, using a reversal development method. 
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in which there Is rotated a development unit coaiprising a 
plurality of development devices and magnetic brushes 
therefor, the image quality of the obtained toner images 
is drastically improved. 

in general, the development unit of the above- 
Mentioned electrophotographic apparatus is provided with 
a toner supply container. The rotary toner supply 
container according to the present invention is free of 
any rotary agitator blade that is conventionally required 
to prevent the bridge of toner particles in the toner 
supply container. «ith the rotation of the development 
unit, toner is supplied to the development devirce by its 
own weight. Therefore, agglomerates of toner particles 
are not readily formed in the development unit for use in 
the present invention unlike the conventional one of a 

screw extruder type. 

When a set of full color toners each having a charge 
rise-up ratio of 70% or more is subjected to image 
formation, the u-»ge density can be stabilized, high 
quality images can be obtained free of any defective 
i=«ge, and the amount of residual toner that is not 
contributed to image transfer can be effectively reduced. 
With reference to FIG. 5, the image formation method 
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and an apparatus therefor of the present invention will 
now be explained in more detail. 

In the apparatus shown in FIG. 5, a latent 
electrostatic image corresponding to an original image is 
formed on a photoconductor 19 by the steps of converting 
color image data output from a color scanner (not shown) 
into optical signals, and performing optical writing 
corresponding to the original image in the photoconductor 
19, based on the optical images, using an optical writing 
unit (not shown) . The optical writing unit itself is 
conventionally known and is composed of, for example, a 
laser diode, a polygon mirror, a polygon motor, an image 
formation lens, and a reflecting mirror. The 
photoconductor 19 is rotated countercloclcwise in the 
direction of the arrow. Around the photoconductor 19/ 
there are situated a cleaning unit 20 which includes a 
cleaning pre-charger 20-1, a brush roller 20-2 and a 
rubber blade 20-3, a quenching lamp 21, a charger 22, a 
potential sensor 23, a blaclc development device 24, a 
cyan development device 25, a magenta development device 
26, a yellow development device 27, a developed density 
pattern detector 28, and an intermediate image transfer 
b It 29. The development devices 24 to 27 are 
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respectively composed of rotating development sleeves 24- 
1 to 27-1 for directing a developer for developing a 
latent electrostatic image to the photoconductor 19, a 
paddle for scooping up and stirring each developer, and a 
sensor for detecting the toner concentration of each 
developer . 

The developmert opera tion will now be eaqplained, 
taking as an exan?jle a development procedure conducted in 
the order of black, cyan, magenta and yellow, which are 
respectively represented by Bk, C, M and Y hereinafter. 
The order of the colors in the development is not limited 
to the above order. 

When a copying operation is initiated, reading of Bk 
image data is started with a predetermined timing by the 
color scanner (not shown), and optical writing is 
performed, based on the read Bk image data, using a laser 
beam, and the formation of a latent electrostatic image 
based on the Bk image data (hereinafter referred to as Bk 
latent image) is initiated. In order to make it possible 
to perform the development of the Bk latent image from a 
leading edge portion thereof, the rotation of the 
development sleeve 24-1 is initiated before the leading 
edge portion of the Bk latent image reaches a development 
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position of the Bk developnent device 24, whereby the 8k 

latent image is developed with a Bk toner with a miiximujii 

quantity of charge being maintained. Thereafter, the 

development operation is continued in the Bk latent image 

area and when a rear edge portion of the Bk latent image 

has passed the Bk development position, the development 

operation is made inoperative. This step i- completed at. 

latest before a leading edge portion of a C (cyan) latent 

image reaches its development position. 

A Bk toner image formed on the photoconductor 19 is 

then transferred to a surface of the intermediate image 

transfer belt 29 which is driven in rotation at the same 

speed as that of the photoconductor 19. This toner image 

transfer is hereinafter referred to as the first imagre 

transfer. The first image transfer is carried out vdiile 

the photoconductor 19 and the intermediate image transfer 

belt 29 are in contact, with the application of an image 

transfer bias voltage thereto. Thereafter, Bk, C, M and Y 

toner images which are successively formed on the 

photoconductor 19 are successively transferred to the 

same side of the intermediate image transfer belt 29 and 

are superimposed with positional registration to form a 

four-color-superin?)osed first transferred image on the 
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intermediate ijoage transfer belt 29- The thus formed 
four-color-superimposed first transferred image is then 
transferred en bloc to an image transfer sheet. This 
image transfer is referred to as the second image 
transfer. The structure of a unit including the 
intermediate image transfer belt 29 and the operation 
thereof will be explained later. 

After the step of developing the Bk latent image, 
there is initiated a step of developing a cyan latent 
image with a cyan toner with a secondary small quantity 
of charges. 

Reading of C image data is started with a 
predetermined timing by the color scanner (not shown) , 
and the optical writing is performed, based on the read C 
image data, using a laser beam, and the formation of a 
latent electrostatic image based on the C image data 
(hereinafter referred to as C latent image) is initiated. 

In the cyan development device 25, the rotation of 

the development sleeve 25-1 is initiated after the rear 

edge portion of the Blc latent image passes its 

development position, and before the leading edge portion 

of the C latent image reaches a development position of 

the C development device 25, whereby the C latent image 
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is developed with the C toner with the secondary siaall 
quantity f charge being maintained. Thereafter, the 
development operation is continued in the C latent image 
area and when a rear edge portion of the C latent image 
has passed the C development position, the development 
operation is made inoperative in the same manner as in 
the above-mentioned Bk development device. This step is 
con?)leted at latest before a leading edge portion of the 
next M (cyan) latent image reaches its development 
position- 

The steps of developing a M (magenta) latent image 
and a Y (yellow) latent image are caused to proceed in 
the same manner as in the step of developing the Bk 
latent image with respect to the reading of the 
respective image data, the formation of the respective 
latent images, and the development thereof except that 
the respective M toner and Y toner have an increased 
quantity of charges in this order. 

The intermediate image transfer belt. 29 is trained 

over image transfer bias rollers 30, a drive roller 31, 

and a driven roller 35, and the driving of the 

intermediate image transfer belt 29 is controlled by a 

drive motor (not shown) • A belt cleaning unit 32 is 
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composed of a brush roller 32-1, about a half of which is 
exposed, and a rubber blade 32-2, aiuJ is constructed so 
as to be detachable from the intermediate image transfer 
belt 29 by a detaching mechanism (not shown) . The 
cleaning of the intermedite image transfer belt 29 is 
conducted with such a timing of the detaching operation' 
that th^ belt cleaning unit 32 is kept detached from the 
surface of the intermediate image transfer belt 29 until 
the first image transfer (in this example, from the start 
of the printing through the transfer of the Y toner image 
which is the fourth color image) has been coir?>leted, and 
is then brought into contact with the surface of the 
intermediate image transfer belt 29 with a predetermined 
. timing by the above-mentioned detaching mechanism. 

A sheet image transfer unit 33 is composed of a 
sheet image transfer bias roller 33-1 serving as electric 
field formation means for second image transfer, a roller 
cleaning blade 33-2, and a detaching mechanism 33-3 for 
the detacbment of the sheet image transfer unit 33 from 
the intermediate image transfer belt 29. The sheet image 
transfer bias roller 33-1 is usually out of contact with 
the intermediate image transfer belt 29, but is brought 
into contact with the intermediate image transfer belt 29 
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by the above-mentioned detaching mechanism 33-3 with a 
particular timing when the four-coior-superinposed toner 
image formed on the intermediate image transfer belt 29 
is transferred en bloc therefrom to an image transfer 
sheet 34, with the application of a predetermined bias 
voltage to the sheet image transfer bias roller 33-1. 
Thus, the four-colcr-super Imposed toner image is 
transferred en bloc to the image transfer sheet 34. 

The image transfer sheet 34 to which the four-color- 
luperimposed toner image has been transferred en bloc is 
then transported by a sheet transporting unit 37 to an 
image fixing unit (not shown) where the toner image is 
thermally fixed to the image transfer sheet 34 by an 
image, fixing roller and a pressure application roller 
(not shown) of which temperature is controlled at a 
predetermined image fixing temperature, whereby a full- 
color copy is obtained. 

After this second image transfer, the surface of the 
photoconductor 19 is cleaned with the cleaning unit 20, 
and uniformly quenched by the quenching lamp 21 for 
quenching electric charges on the surface of the 
photoconductor 19. The intermediate image transfer belt 

29 is also cleaned with the cleaning unit 32 being 
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brought into pressxire contact with the surface of the 
intermediate image transfer belt 29 by the above- 
mentioned detaching mechanism with the particular timing 
after the cooipletion of the image transfer of the final 
toner image to the image transfer sheet 34 from the 
intermediate image transfer belt 29. 

Other features of this inventioii will b-^come 
apparent in the course of the following description of 
exeii5>lary embodiments, which are given for illustration 
of the invention and are not intended to be limiting 
thereof . 



Eacample 1 

{Preparation of cyan toner] 

The following components were xoixed to prepare a 
toner preparation material. 

FfirtfT W#*icrht 

Binder resin: 
Epoxy resin 

(Trademark made by 

Mitsui ChemicalSr Inc.) 

Coloring agent: 
Phthalocyanine pigment 
(Trademark 'FG73Sl''r made by 
Toyo Ink Kfg. Co., Ltd.) 

Charge control agent: 



100*0 



3.7 
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Zinc salt of salicylic acid 

(Trademark "Bontron E84", made by 

Orient Chemical Industries, Ltd.) 3.z 

The thus prepared toner preparation material was 
fused and kneaded in a two-roll mill, and the thus 
kneaded material was finely pulverized in a jet mill 
crusher so that the volume mean diameter of the particles 
might be 12 ym. Then, the obtained particles were 
subjected to classification and surface treatment using a 
turbo-mili to which the commercially available pneumatic 
conveying classifier {Trademark 'Dispersion Separator DS- 
Type", made by Nippon Pneumatic Mfg. Co., Ltd.) was 
connected, so that the volume mean diameter of the 
particles was 11-5 ym. 

Further, fine particles were classified, so that 
there was obtained the classified toner preparation 
material having a volume mean diameter of 12 um and 
comprising finely-divided particles with a particle size 
of 5 ym or less in an amount of 22% in terms of the 
percentage of the number of particles contained therein. 

TO 20 kg of the thus classified toner preparation 
material, 100 g of a commercially available hydrophobic 
finely-divided silica particles with an average particle 
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diameter of 0.3 m (»»<ie by Ho chst Japan Limited) and 
100 g of a commcrciaily available hydrophobic finely- 
divided titanium oxide particles with an average particle 
diameter of 0.3 pm (made by Nippon Aerosil Co., Ltd.) 
were added, and the resultant mixture was stirred under 
the following stirring and mixing conditions: 

Peripneral speed (V) of agitator blade = 20 m/sec 

Stirring and mixing time (T) = 100 sec 

VT/M - 100 

Thus, a cyan toner according to the present 
invention was obtained. 

[Preparation of intermediate image transfer member] 

The following components were mixed to prepare a 
material for an intermediate image transfer member. 

Polyvinylidene fluoride CPVdF) 100 
Carbon blaclc 1° 

The above obtained mixture was formed into a 
seamless belt by extrusion, so that an intermediate image 
transfer belt (A) was obtained. This intermediate Image 
transfer belt (A) and the above prepared cyan toner were 
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set to the ceamaercially available full-coloc copying 
machines -PRETER SSO* and 'PRETER 30V (Tradenark) , made 
by Ricoh Company, Ltd. Then, cyan color toner images war 
formed and evaluated. 

Exanple 2 

Th. procedure for preparation of the cyan toner in 
Example 1 ws repeated except that 100 g of the 
commercially available hydrophobic finely-divided silica 
particles with an average particle diameter of 0.3 pm 
(made by Hoechst Japan Limited) was added to 20 kg of th« 
classified toner preparation material. 

Thus, a cyan toner according to the present 
invention was obtained. 

Using the same full-color copying machines provided 
with ttoe same intermediate image transfer belt (A) as 
employed in Example 1, cyan color toner images were 
formed and evaluated. 

Eacanple 3 

The procedure for preparation of the cyan toner in 
Example 1 was repeated except that 200 g of the 

commercially available hydrophobic finely-divided 
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titanium oxide particles with an average particle 
diameter of 0.3 ym (made by Nippon Aerosil Co., Ltd.) was 
added to 20 kg of the classified toner preparation 
material . 

ThuS/ a cyan toner according to the present 
invention was obtained- 

Using the same full--Olor copying machines provided 
with the same intermediate image transfer belt (A) as 
en5)loyed in Example 1, cyan color toner images were 
formed and evaluated. 



Example 4 

The procedure for preparation of the cyan toner in 

Example 1. was repeated except that 100 g of the 

commercially available hydrophobic finely-divided silica 
particles with an average particle diameter of 0.01 vm 
(Trademark •H-2000'' made by Hoechst Japan Limited) and 
100 g of the commercially available hydrophobic finely- 
divided titanium oxide particles with an average particle 
diameter of O.Ol ym (Trademark -T-SOS" made by Nippon 
Aerosil CO., Ltd.) were added to 20 kg of the classified 
toner prepiaration material. 

Thus, a cyan toner according to the present 
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invention was obtained. 

using tna same full-color copying machines provided 
with the same intermediate image transfer belt (A) as 
eii«>loyed in Example 1, cyan color toner images were 
formed and evaluated. 

Ezanpltt 5 

The procedure for preparation of the cyan toner in 
Example 1 was repeated except that 100 g of the 
commercially available hydrophobic finely-divided silica 
particles with an average particle diameter of 0.01 urn 
(Trademark 'H-ZOOO- made by Hoechst Japan Limited) and 60 
g of the commercially available hydrophobic finely- 
divided titanium oxide particles with an average particle 
diameter of 0.01 pm (Trademark 'T-BOS" made by Nippon 
Aerosil Co., Ltd.) were added to 20 kg of the classified 
toner preparation material. 

Thus, a cyan toner according to the present 
invention was obtained. 

Using the same full-color copying machines provided 
with the same intermediate image transfer belt (A) as 
employed in Example 1, cyan color toner images were 
- formed and evaluated. 
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Example 6 

The procedure for preparation of the cyan toner in 
Exaatple 1 was repeated except that 60 g of the 
conmercially available hydrophobic finely-divided silica 
particles with an average particle diameter of 0.01 pm 
(Trademark •H-2000- made by Hoechst Japan Limited) and 
100 g of the conaercially available hydrophobic finely- 
divided titanium oxide particles with an average particle 
diameter of 0-01 pm (Trademark •1-805" made by Nippon 
Aerosil Co., Ltd.) were added to 20 kg of the classified 
toner preparation material. 

Thus/ a cyan toner according to the present 

invention was obtained. 

using the same full-color copying machines provided 
with the same intermediate image transfer belt (A) as 
employed in Example 1, cyan color toner images were 
formed and evaluated. 

Example 7 

The same cyan color tpner as in Exaaqple 1 was 
prepared. 

The procedure for preparation of the intermediate 
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image transfer seamless belt (A) in Exaii5>le 1 was 
repeated except that polyvinylid n fluoride was replaced 
by polycarbonate. 

Thus, an intermediate linage transfer seamless belt 

(B) was obtained. 

By setting the intermediate image transfer belt (B) 
and the cyan toner to the same full-color copying 
machines as employed in Exaa^ale 1, cyan color toner 
images were formed and evaluated. 

Example 8 

The same cyan toner as in Exan?)le 1 was prepared. 

The procedure for preparation of the intermediate 
image transfer seamless belt (A) in Example 1 was 
repeated except that the amount of carbon black was 
changed from 10 to 30 parts by weight. 

Thus, an intermediate image transfer belt (C) was 
obtained. 

By setting the intermediate image transfer belt (C) 
and the cyan toner to the same full-color copying 
machines as employed in Example 1, cyan color toner 
images were formed and evaluated. 
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Example 9 

The same cyan toner as in Example 1 was prepared. 

The procedure for preparation of the latermediate 
image transfer seamless belt (A) in Example 1 was 
repeated except that the amount of carbon black was 
charged :rom 10 to one part by weight* 

Thus, an intermediate image transfer belt (D) was 
obtained. 

By setting the intermediate image transfer belt (D) 
and the cyan toner to the same full-color copying 
machines as employed in Example 1^ cyan color toner 
images were formed and evaluated* 

Example 10 

The toner preparation material composed of the same 
components as employed in Example 1 was f\jised and kneaded 
in a two-roll mill, and the thus kneaded material was 
finely pulverized in a jet mill crusher so that the 
volume mean diameter of the particles might be 8 ym. 

Then, the obtained particles were subjected to 

classification and surface treatment using a turbo-mill 

to which the commercially available pneumatic conveying 
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classifier (Tradenarlc 'Dispersion separator DS-Type", 
inade by Nippon Pneumatic Mfg. Co., Ltd.) was connected, 
so that the volume mean diameter of the particles was 7.5 

Further, fine particles were classified, so that 
there was obtained the classified toner preparation 
material having a volume irr^an diameter of 8 wm and 
comprising finely-divided particles with a particle size 
of 5 wm or less in an amount of 22% in terms of the 
percentage of the number of particles contained therein. 

TO 20 kg of the thus classified toner preparation 
material, 100 g of the commercially available hydrophobic 
finely-divided silica particles with an average particle 
diameter of 0.01 ym (Trademark 'H-2CO0'' made by Hoechst 
Japan Limited) and 60 g of the commercially available 
hydrophobic finely-divided titanium oxide particles with 
an average particle diameter of 0.01 urn (Trademark 'T- 
805' made by Nippon Aerosil Co., Ltd.) were added, and 
the resultant mixture was stirred under the same stirring 
and mixing conditions as in Example 1. 

Thus, a cyan toner according to the present 
invention was obtained. 

Using the same full-color copying machines provided 
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with the same intermediate image transfer belt (A) as 
€B«>loyed in ExaB«>ie 1 and the above prepared cyan toner, 
cyan color toner images were formed and evaluated. 

Exanple 11 

The toner preparation material composed of the same 
con^Jonents as ei^Jloyed in Example 1 was fused and kneaded 
in a two-roll mill, and the thus kneaded material was 
finely pulverized in a jet mill crusher so that the 
volume mean diameter of the particles might be 8 ym. 

Then, the obtained particles were subjected to 
classification and surface treatment using a turbo-mill 
to which the commercially available pneumatic conveying 
classifier (Trademark -Dispersion Separator DS-Type-, 
niade by Nippon Pneumatic Mfg. Co., Ltd.) was connected, 
so that the volume mean diameter of the particles was 7.S 

Further, fine particles were classified, so that 
there was obtained the classified toner preparation 
material having a volume mean diameter of 8 pm and 
comprising finely-divided particles with a particle size 
of 5 urn or less in an amount of 16% in terms of the 
percentage of the number of particles contained therein. 
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To 20 kg of the thus classified toner preparation 
material, 100 g of the commercially available hydrophobic 
finely-divided silica particles with an average particle 
diameter of O.Ol ym (Trademark 'H-2000' made by Hoechst 
Japan Limited) and 60 g of the commercially available 
hydrophobic finely-divided titanium oxide particles with 
an average particle diameter of 0.01 pm (Trademark 'T- 
805' made by Nippon Aerosil Co., Ltd.) were added, and 
the resultant mixture was stirred under the same stirring 
and mixing conditions as in Exan^jle 1. 

Thus, a cyan toner according to the present 
invention was obtained. 

Using the same full-color copying machines provided 
with the same intermediate image transfer belt (A) as 
employed in Exainple 1 and the above prepared cyan toner, 
cyan color toner images were formed and evaluated. 



Example 12 

The toner preparation material composed of the same 
components as employed in Zxample 1 was fused and kneaded 
in a two-roll mill, and the thus kneaded material was 
finely pulverized in a jet mill crusher so that the 
volume mean diameter of the particles might be 8 pa. 
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Then, the obtained particles were subjected to 
classification and surface treatment using a turbo-mill 
to which the commercially available pneumatic conveying 
classifier (Trademark -Dispersion Separator DS-Type"/ 
made by Nippon Pneumatic Mfg. Co., Ltd.) was connected, 
so that the volume mean diameter of the particles was 7.8 

Further, fine particles were classified, so that 
there was obtained the classified toner preparation 
material having a volume mean diameter of 8.3 ym and 
comprising finely-divided particles with a particle size 
of 5 pm or less in an amount of 16% in terms of the 
percentage of the number of particles contained therein. 

To 20 kg of the thus, classified toner preparation 

material, 100 g of the commercially available hydrophobic 

finely-divided silica particles with an average particle 

diameter of 0.01 um (Trademark -H-2000^ made by Hoechst 

Japan Limited) and 60 g of the commercially available 

hydrophobic finely-divided titanium oxide particles with 

an average particle diameter of 0.01 wm (Trademark "T- 

805- made by Nippon Aerosil Co., Ltd.) were added, and 

the resultant mixture was stirred under the same stirring 

and mixing conditions as in Example 1, 
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Thus^ a cyan toner according to the present 
invention was obtained. 

Using the same full-color copying machines provided 
with the same intermediate image transfer belt (A) as 
employed in Example 1 and the above prepared cyan toner^ 
cyan color toner images were formed and evaluated- 

Coiflparative Example 1 

The toner preparation material con^osed of the same 
components as employed in Example 1 was fused and kneaded 
in a two-roll mill, and the thus kneaded material was 
finely pulverized in a jet mill crusher so that the 
volume mean diameter of the particles might be 12 pm. 

Then, the obtained particles were subjected to 
classification and surface treatment using a turbo-mill 
to which the coxmnercially available pneumatic conveying 
classifier (Trademark ^Dispersion Separator DS-Type'/ 
made by Nippon Pneumatic Mfg. Co., Ltd.) was connected, 
so that the volme mean diameter of the particles was 
11.5 um. 

Further, fine particles were classified, so that 

there was obtained the classified toner preparation 

material having a volume mean diameter of 12 pm and 
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comprising finely-divided particles with a particle size 
of 5 um or less in an amount of 22% in terms of the 
percentage of the number of particles contained therein. 

To 20 kg of the thus classified toner preparation 
material, 100 g of the commercially available hydrophobic 
finely-divided silica particles with an average particle 
diameter of 0.3 pm (made by Hoechst Jr-pan Limited) and 
100 g of the commercially available hydrophobic finely- 
divided titanium oxide particles with an average particle 
diameter of 0.3 pm (made by Nippon Aerosil Co., Ltd.) 
were added, and the resultant mixture was stirred under 
the following stirring and mixing conditions: 

Peripheral speed (V) of agitator blade = 30 m/sec 

stirring and mixing time (T). = 150 sec_ 

V-T/M - 225 

Thus, a comparative cyan toner was obtained. 

Using the same full-color copying machines provided 
with the same intermediate image transfer belt (A) as 
employed in Example 1 and the above prepared comparative 
cyan toner, cyan color toner images were formed and 
evaluated. 



Cooparative Exanple 2 
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The classified toner pr paration material composed 
of the sijae components as employed in Example 1 was fused 
and kneaded in a two-roll mill, and the thus kneaded 
material was finely pulverized in a jet mill crusher so 
that the volume mean diameter of the particles might be 
12 )im. 

Then, the obtained particles were subjected to 
classification and surface treatment using a turbo-mill 
to which the commercially available pneumatic conveying 
classifier (Trademark 'Dispersion Separator DS-Type", 
made by Nippon Pneumatic Mfg. Co., Ltd.) was connected, 
so that the volume mean diameter of the particles was 
11.5 vm. 

Further, fine particles were classified, so that 
there was obtained the classified toner preparation 
material having a volume mean diameter of 12 um and 
comprising finely-divided particles with a particle size 
of 5 um or less in an amount of 22% in terms of the 
percentage of the number of particles contained therein. 

TO 20 kg of the thus classified toner preparation 
material, 100 g of the commercially available hydrophobic 
finely-divided silica particles with an average particle 
diameter of 0.3 pm (made by Hoechst Japan Limited) and 
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100 g of the cennaercially available hydrophobic finely- 
divided titanium oxid particles with an average particle 
diameter of 0.3 (made by Nippon Aerosil Co., Ltd.) 
were added, and the resultant mixture was stirred under 
the following stirring and mixing conditions; 

Peripheral speed (V) of agitator blade - 8 m/ sec 
Stirr:.Ag and mixing time (T) = 100 sec 

V-T/M « 40 

Thus, a comparative cyan toner was obtained. 

using the same full-color copying machines provided 
with the same intermediate image transfer belt (A) as 
employed in Example 1 and the above prepared comparative 
cyan toner, cyan color toner images were formed and 
evaluated. - 

Comparative Exan^sle 3 

The procedure for preparation of the cyan toner in 
Example 1 was repeated except that 55 g of the 
commercially available hydrophobic finely-divided silica 
particles with an average particle diameter of 0.3 ym 
(made by Hoechst Japan Limited) and 35 g of the 
commercially available hydrophobic finely-divided 

titanium oxide particles with an average particle 
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diamet r of 0.3 ym (made by Nippon Aerosil Co., Ltd!) 
were dded to 20 leg of the classified toner preparation 
material . 

Thus, a con^jarative cyan toner was obtained. 

Using the same fiill-color copying machines provided 
with the same intermediate image transfer belt (A) as 
» tnployed in Example 1 and tl-2 above prepared comparative 
cyan toner, cyan color toner images were formed and 
evaluated. 

Conparative ETample 4 

The toner preparation material composed of the same 
congjonents as employed in Example 1 was fused and kneaded 
in a two-roll mill, and the thus kneaded material was 
finely pulverized in a jet mill crusher so that the 
volume mean diameter of the particles might be 11.5 pm. 

Further, fine particles were classified, so that 
there was obtained the classified toner preparation 
material having a volume mean diameter of 12 \m and 
comprising finely-divided particles with a particle size 
of 5 urn or less in an amount of 22% in terms of the 
percentage of the number of particles contained therein. 
To 20 kg of the thus classified toner preparation 
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material, 100 g of the commercially available hydrophobic 
finely-divided silica particles with an averag particle 
diameter of 0.3 pm (made by Hoechst Japan Limited) and 
100 g of the connnercially available hydrophobic finely- 
divided titanium oxide particles with an average particle 
diameter of 0.3 \m (made by Nippon Aerosil Co., Ltd.) 
were added, and thf. resultant mixture was stirtred under 
the same stirring and mixing conditions as in Example .1- 
Thus, a comparative cyan toner was obtained. 
Using the same full-color copying machines provided 
with the same intermediate image transfer belt (A) as 
employed in Example 1 and the above prepared comparative 
cyan toner, cyan color toner images were formed and 
evaluated. - . ._ _ . _ . 

Conparative Example 5 

The toner preparation material composed of the same 
components as employed in Example 1 was fused and kneaded 
in a two-roll mill, and the thus Icneaded material was 
finely pulverized in a jet mill crusher so that the 
volume mean diameter of the particles might be IS um. 

Then, the obtained particles were subjected to 
classification a^nd surface treatment using a turbo-mill 
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to which the coamercially available pneumatic conveying 
classifier (Trademark 'Dispersion Separator DS-Type*, 
made by Nippon Pneumatic Mfg. Co., Ltd.) was connected, 
so that the volume mean diameter of the particles was 
11.5 pm. 

Further, fine particles were classified, so that 
there was obtained the classified toner preparation 
material having a volume mean diameter of 12 \m and 
comprising finely-divided particles with a particle size 
of. 5 pm or less in an amount of 22% in terms of the 
percentage of the number of particles contained therein. 

To 20 kg of the thus classified toner preparation 
material, 100 g of the coimercially available hydrophobic 
finely-divided silica particles with an average particle 
diameter of 0.3 pm (made by Hoechst Japan Limited) and 
100 g of the commercially available hydrophobic finely- 
divided titanium oxide particles with an average particle 
diameter of 0.3 pro (made by Nippon Aerosil Co., Ltd.) 
were added, and the resultant mixture was stirred under 
the same stirring and mixing conditions as in Example 1. 
Thus, a comparative cyan toner was obtained. 
Using the same full-color copying machines provided 

with the same intermediate image transfer belt (A) as 
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employed in Example l and the above prepared compar tive 
cyan toner, cyan color toner images were formed and 
evaluated. 

CGSi9>aratlve Example 6 

The toner preparation material composed of the same 
components as employed in Example 1 was fused and knea ;ed 
in a two-roll mill, and the thus kneaded material was 
finely pulverized in a jet mill crusher so that the 
volume mean, diameter of the particles might be 11.5 pm. 

Then, the obtained particles were subjected to 
surface treatment using a turbo-mill, so that the volume 
mean diameter of the particles was 11.5 pm. 

Further, fine particles were classified, so that 

there was obtained the classified toner preparation 
material having a volume mean diameter of 12 pm and 
coniprising finely-divided particles with a particle size 
of 5 pm or less in an amount of 22% in terms of the 
percentage of the number of particles contained therein. 

To 20 kg of the thus classified toner preparation 
material, 100 g of the commercially available hydrophobic 
finely-divided silica particles with an average particle 
diameter of 0.3 pm (made by Hoechst Japan Limited) and 
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100 g of the commercially available hydrophobic finely- 
divided titanium oxid particles with an average particle 
diameter of 0.3 pm (made by Nippon Aerosil Co., Ltd.) 
were added, and the resultant mixture was stirred under 
the same stirring and mixing conditions as in Example 1. 
Thus, a comparative cyan toner was obtained. 
Using the same full-color copying machines provided 
with the same intermediate image transfer belt (A) as 
employed in Example 1 and the above prepared comparative 
cyan toner, cyan color toner images were formed and 
evaluated. 

Cao9>arat:ive Example 7 

-The toner preparation material, composed of the same 

components as employed in Example 1 was fused and kneaded 
in a two-roll mill, and the thus kneaded material was 
finely pulverized in a jet mill crusher not provided with 
the pneumatic conveying classifier so that the volume 
mean diameter of the particles might be 11.5 pm. 

Further, fine particles were classified, so that 
there was obtained the classified toner preparation 
material having a volume mean diameter of 12 pm and 
coi«5>rising finely-divided particles with a particle size 
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of 5 or less in an amount of 22% in terms of the 
percentage f the number of particles contained therein. 

To 20 kg of the thus classified toner preparation 
material, 100 g of the commercially available hydrophobic 
finely-divided silica particles with an average particle 
diameter of 0.3 jjm (made by Hoechst Japan Limited) and 
100 g of the commercially av-.ilable hydrophobic finely- 
divided titanium oxide particles with an average particle 
diameter of 0.3 \m {made by Nippon Aerosil Co., Ltd.) 
were added, and the resultant mixture was stirred under 
the same stirring and mixing conditions as in Example 1. 

Thus, a comparative cyan toner was obtained. 

Using the same full-color copying machines provided 
with the same intermediate image transfer belt (A) as 
employed in Example 1 and the above prepared comparative 
cyan toner, cyan color toner images were formed and 
evaluated. 

The cyan color toner image was produced using the 
cyan toner separately prepared in Examples 1 to 12 and 
Comparative Examples 1 to 7, and evaluated with respect 
to the following aspects: 

(1) The degree of formation of non- image transferred 
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spots in the form of worm-eaten like spots was evaluated 
on a scale from 1 to 5. 

5: No worm-eaten like spots appeared in the 
transferred toner image- 

4: There appeared a few worm-eaten like spots in the 
transferred toner image, the size of each worm-eaten like 
spot being to such a degree that it was not easily found 
with the naked eye. The degree of formation of the worm- 
eaten like spots was acceptable for practical use. 

3: There appeared a lot of worm-eaten like spots in 
the transferred toner image, the size of each worm-eaten 
like spot being to such a degree that it was not easily 
found with the naked eye. The degree of formation of the 
worm-eaten .like_ spots was not acceptable for practical 
use. 

2: There appeared a few worm-eaten like spots in the 
transferred toner image, each of the worm-eaten like 
spots being easily noticeable to the naked eye. 

1: There appeared a lot of worm-eaten like spots in 
the transferred toner image, each of the worm-eaten like 
spots being easily noticeable to the ixaked eye. 
(2) The degree of scattering of toner particles from 
development unit was evaluated on a scale from l to 4. 
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4: HO toner was scattered from the development unit. 

3: scattering of toner particles from the 
development unit was slight. 

2: scattering of toner particles from the 
development unit was noticeable. 

l: scattering of toner particles from the 
development unit was very noticeable 
(3) The degree of toner deposition on the bacJcground 
caused by defective image transfer was evaluated on a 

scale from 1 to 5. 

5: No toner deposition on the baOcground occurred. 

4: Toner deposition on the background was not 
confirmed by visual observation, but slightly confirmed 
with a magnif ier. The degree of toner deposition on the 
background was acceptable for practical use. 

3: Toner deposition on the background was scarcely 
confirmed by visual observation, but confirmed at several 
positions with a magnifier. The degree of toner 
deposition on the background was not acceptable for 

practical use. 

2: Toner deposition on the background was confirmed 

by visual observation. 

1: It was confirmed by visual observation that a 
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character image became blurred because of toner 
deposition on the background. 

(4) The degree of formation of non-image transferred 
spots in a solid image, like the glow of fireflies in the 
dark, was evaluated on a scale from 1 to 3. 

ftn entire solid image was produced on 10 sheets of 
A3 size. The number of non-image transferred spots in che 
form of the glow of fireflies in the dark was counted 
throughout the ten sheets. The fewer, the better the 

image quality. 

3: The number of non-image transferred spots was 

less than 3. 

2: The number of non-image transferred spots was in • 

the range of 3 to 15. - - 

1: The number of non- image transferred spots was 16 

or more. 

(55 Resolution was evaluated on a scale from 1 to 4- 

The resolution of a toner image was evaluated by the 
reproducibilities of line images, using a chart composed 
of line images, each having a plurality of vertical lines 
or horizontal lines. More specifically, each line image 
had 2.0, 2.2, 2.5, 2.8, 3.2, 3.6, 4.0, 4.5, 5.0, 5.6, 6.3, 
or 7.1 lines, with these lines being arranged in parallel 
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at regular intervals within a space of 1 inm. The number 
of lines within a spac of 1 nna that was faithfully 
reproduced was regarded as the resolution. 

4: It was possible to faithfully reproduce a line 
image with 5.0 lines or loore. 

3: It was possible to faithfully reproduce a line 
image with 4.5 lines or less. 

2: It was possible to faithfully reproduce a line 

image with 3.6 lines or less. 

1: A line iniage with 3.2 lines was not faithfully 

reproduced. 

(6) Image transfer performance was evaluated on a scale 
from 1 to 4. 

The image transfer performance was evaluated in 
terms of the maximum printable number of copy papers. 

In this case, making of copies was continued using i 

chart of A4 size including an image portion at an area 

ratio of 6% until lOO g of a color toner was completely 

consumed. The more the printable number of copy papers, 

the better the image transfer performance. The smaller 

the amount of residual toner on the photoconductor drum 

after the completion of image transfer step, the better 

the image transfer performance. 
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4: The maximum printable nuanber of copy papers was 
3, 500 or more. 

3: The maximum printable number of copy papers was 
3/000 or more and less than 3,500. 

2: The maximum printable number of copy papers was 
2,500 or more and less than 3,000. 

1: The maximum printable- number of copy papers was 
less than 2,500. 

The results of the above-mentioned evaluations are 
shown in TABLE 1. 
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AS previously explained, a kneaded toner preparation 
material comprising a binder resin, a coloring agent and 
a charge control agent is roughly ground, and thereafter 
subjected to pulverizing using, for exanqple, a jet 
crusher, and then classifying and sphericity adjustment 
treatment using a pneumatic conveying classifier which is 
connected to the rotor type crusher. Then, a fluidity- 
imparting agent is mixed with the classified toner 
preparation material under the conditions which satisfy a 
formula 50 ^ (VT)/M ^ 200, in which V is a peripheral 
speed of the rotary agitator blade, T is a stirring and 
mixing time (sec), and M is a weight (kg) of the toner to 
be stirred and mixed. 

According to the above-mentioned preparation method, 
a toner for use in electrophotography can be efficiently 
obtained with no difficulty. 

The toner particles for use in the toner of the 
present invention have an average circularity of 0.93 to 
0.97, with a residue of the toner being in an amount of 
10 mg or less when 100 g of the toner is sieved with a 
SOO-mesh sieve. By use of such a toner, high quality 
toner images can be obtained free of non- image 

- 84 - 




transferred spots in the form of the glow of fireflies in 
the dark. 

When the toner of the present invention is used as 
one toner in a set of toners for use in a full-color 
electrophotography, the effect of iinproving the image 
quality is remarkable. To be more specific, when the 
tone, is V3ed in a full-color copying machine provided 
with an intermediate image transfer member having a 
volume resistivity of 10* to 10" Q-cm and a coefficient 
of surface friction of 0.4 or less, the obtained color 
images are free from non-image transferred spots in the 
form of worm-eaten like spots or non-transferred spots in 
a solid image just like the glow of fire flies in the 

dark. _ . . 

Further, when the charge rise-up ratio of the toner 
is 70% or more, the image transfer performance becomes 
excellent, and the image density can be stabilized. At 
the same time, the scattering of toner particles from the 
development unit can be prevented. 

Furthermore, when the fluidity- imparting agent 
comprises both hydrophobic silica particles and 
hydrophobic titanium oxide particles, the fluidity and 
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the preservation stability of toner can be Unproved, and 
the environmental stability of toner can be ensured. 

In addition, when the toner has a volijme mean 
diameter of 9 pm or less, and comprises finely-divided 
particles with a particle size of 5 pm or less in an 
amount of 20% in terms of the percentage of the number of 
particles contained therein, the obtained toner image 
becomes clearer because of the increase in resolution. 

When the toner of the present invention is used in a 
full-color electrophotographic apparatus for forming a 
full-color toner image by developing a latent 
electrostatic image formed on the photoconductor drum, 
using a reversal development method, in which there is 
rotated a development unit con?>rising a plurality of 
development devices and magnetic brushes therefor, the 
effect of iitproving the image quality is striking. 



Japanese Patent Application No. 10-256090 filed 
August 27, 1998 is hereby incorporated by reference. 
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